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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live'' 
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FOREWORD 

* 

This Indian Standard was adopted by the Bureau of Indian Standards, after the draft finalized 
by the Industrial/Engineered Fabrics Sectional Committee had been approved by the Textile 
Division Council. 

In the formulation of this standard, assistance has been drawn from G/Misc— 810 'Specification 
for asbestos', issued by the Directorate General of Supplies & Disposals, Government of India. 

For the purpose of deciding whether a particular requirement of this standard is complied with, 
the final value, observed or calculated, expressing the result of a test, shall be rounded off in 
accordance with IS 2 : 1960 'Rules for rounding off numerical values ( revised )\ The number of 
significant places retained in the rounded off value should be the same as that of the specified 
value in this standard. 
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1 SCOPE 

This standard specifies the requirements of two 
grades of asbestos yarn used for manufacturing 
gland packing, fabric, tape, belting, etc. 

2 MANUFACTURE 

The yarn shall be spun from long staple, white, 
chrysotile variety of asbestos fibres free from 
grit or rocky matter, chalk, barytes and spun 
cotton threads. However, cotton or viscose 
rayon shall be used as carrier fibres, up to 15 
percent maximum. The yarn shall be reasonably 
uniform in appearance and thickness. In case of 
plied yarn, each single yarn shall be of same 
thickness. 

3 CONSTRUCTIONAL PARTICULARS 

The asbestos yarn shall conform to the require- 
ments of number of plies and fineness as given 
in Table 1. 

4 REQUIREMENTS 

The asbestos yarn shall conform to the require- 
ments given in Table 2. 

Table 1 Constructional Particulars of Asbestos 
Yarn 

( Clause 3 ) 



Nominal 
Diameter 

( mm ) 

1-5 
3 
5 
6-5 



Grade 1 



Grade 2 



No. of ktex 

Plies ( see Note ) 



3 

6 

9 

16 



3-8 

7-6 

12-6 

25-0 



No. of 
Plies 

1 

4 

6 

10 



ktex 

20 

60 
12-5 
21-2 



Tolerance^ — 

percent 



±10 



±10 



NOTE — ktex is the number indicating the mass ol 
one metre of yarn in grams. 



Table 2 Requirements of Asbestos 


Yarn 


( Clause 4 ) 




SI No. Characteristic 


Requirement 

f ^ , 

Grade 1 Grade 2 


Method of 
Test 


i) Moisture content, 
percent, Max 


2-5 2-5 


A4 


li) Loss on ignition, 
percent, Max 


20 25 


A-2 


5 PACKAGING 







The asbestos yarn shall be packed on spools, 
unless otherwise agreed. The net mass of yarn 
shall be as given below: 



Nominal Dia, 


mm 


Net Mass 


of Yarn, kg 


]-5 






0-5 


3 






1-0 


5 






2-0 


6-5 






3-0 


6 MARKING 









6.1 Each package of asbestos yarn shall be 
marked with the following: 

a) Indication of the source of manufacture, 

b) Nominal diameter and grade of yarn, 

c) Month and year of manufacture, and 

d) Gross and net mass. 

6.2 The asbestos yarn may also be marked with 
the Standard Mark. 

7 SAMPLING 

The method of sampling and criterion for con- 
formity shall be as agreed to between the buyer 
and the seller. 



IS 13362 : 1992 

ANNEX A 

[Table! ) 

METHODS OF TEST 

A-1 MOISTURE CONTENT, PERCENT A-2 LOSS ON IGNITION 

A-1.1 Take asbestos yara approxunately weigh- A-2.1 Take the dried specimen {see k-\.\). 

ing 2 g. Determine its mass accurately ( M, ). Heat it in an open crucible in a furnace for 30 

Dry the specimen for one hour at 105 ± 3"C minutes at 875 ± 25'C. Determine the mass of 

and determine the mass of the dried specimen the specimen accurately ( M^ ). Calculate the 

( Ma ). Calculate the moisture content, percent loss on ignition based on the original undried 

of yarn as given below: mass as given below: 

Moisture content, percent -^ ^ — ^x 100 Loss on ignition, percent "^—^jr ^ X 100 



Standard Mark 

The use of the Standard Mark is governed by the provisions of the Bureau of Indian 
Standards Act, 1986 and the Rules and Regulations made thereunder. The Standard Mark 
on products covered by an Indian Standard conveys the assurance that they have been 
produced to comply with the requirements of that standard under a well defined system 
of inspection, testing and quality control which is devised and supervised by BIS and 
operated by the producer. Standard marked products are also continuously checked by 
BIS for conformity to that standard as a further safeguard. Details of conditions under 
which a licence for the use of the Standard Mark may be granted to manufacturers or 
producers may be obtained from the Bureau of Indian Standards. 



Bureau of Indian Standard 

BIS is a statutory institution established under the Bureau of Indian Standards Act^ 1986 to 
promote harmonious development of the activities of standardization, marking and quality 
certification of goods and attending to connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of these publications may be reproduced 
in any form without the prior permission in writing of BIS. This does not preclude the free use, 
in the course of implementing the standard, of necessary details, such as symbols and sizes, type 
or grade designations. Enquiries relating to copyright be addressed to the Director 
( Publications ), BIS. 

Revision of Indian Standards 

Indian Standards are reviewed periodically and revised, when necessary and amendments, if 
any, are issued from time to time. Users of Indian Standards should ascertain that they are in 
possession of the latest amendments or edition. Comments on this Indian Standard may be 
sent to BIS giving the following reference; 
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